EP 1 632 460 A1 



J Europaisches Patentamt 
European Patent Office 
Office europeen des brevets 

( 12 ) 

(43) Date of publication: 

08.03.2006 Bulletin 2006/10 

(21) Application number: 04733662.3 
(22) Date of filing: 18.05.2004 




EP 1 632 460 A1 



(51) Intel.: 

C03B 37/01 C03B 37/023 
C03B 37/027<^^^^ °^^ G02B 6/00 (^^^s.oi) 



(86) International application number: 

PCT/JP2004/007039 

(87) International publication number: 

WO 2004/101456 (25.11.2004 Gazette 2004/48) 



EUROPEAN PATENT APPLICATION 

published in accordance with Art. 158(3) EPC 



(84) Designated Contracting States: 

DE DK FR GB IT 

(30) Priority: 19.05.2003 JP 2003139732 
19.05.2003 JP 2003139733 

(71) Applicant: Sumitomo Electric Industries, Ltd. 
Osaka-shi, Osaka 541-0041 (JP) 

(72) Inventors: 

• OHGA, Yuichi, 

Sumitomo Electric Industries, Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

• ONISHI, Masashi, 

Sumitomo Electric Industries Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

• KASUU,Osamu, 

Sumitomo Electric Industries, Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 



• KATO, Shuichiro, 

Sumitomo Electric Industries Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

• ADACHI,Toru, 

Sumitomo Electric Industries, Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

• SASAKI, Takas h, 

Sumitomo Electric Industries, Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

• HIRANO, Masaaki, 

Sumitomo Electric Industries Ltd. 
Yokohama-shi, 

Kanagawa 224-8588 (JP) 

(74) Representative: HOFFMANN EITLE 
Patent- und Rechtsanwalte 
Arabellastrasse 4 
D-81925 Munchen (DE) 



(54) OPTICAL FIBER AND METHOD OF PRODUCING THE SAME 



(57) A core rod is inserted into a cladding pipe, mois- 
ture in a space between the core rod and the cladding 
pipe is removed, and an optical fiber is drawn while the 
space is connected to a dry-gas atmosphere and/or being 
decompressed and while the core rod and the cladding 
pipe are being unified with each other. Alternatively, the 
core rod is inserted into the cladding pipe, and an optical 
fiber is drawn from one end while moisture on the surface 
of the core rod and the internal surface of the cladding 
pipe is being removed. Accordingly, a high quality optical 
fiber is manufactured with good productivity. 



FIG. 1 






cla dding^p ij>e 



/I Etching 

^ 1 of cla id ing pi pe 

Smoothing of internal 
'■ 1 aurfaoe of Padding pipe 



into cladding 
pipe and fixing 



Baking 



Closing one end 
of [‘loHHing pipe 



< [ (lycle purge | l 



Kod-in -drawing 



Printed by Jouve, 75001 PARIS (FR) 






EP 1 632 460 A1 



Description 

Technical Field 

5 [ 0001 ] The present invention relates to manufacturing methods of an optical fiber and an optical fiber. 

Background Art 

[ 0002 ] A method of manufacturing an optical fiber has been disclosed in Japanese Unexamined Patent Application 
10 Publication No. 2000-233937, W003/080522, or W001/90010, the optical fiber being formed by inserting a columnar 

core glass Inside a cylindrical cladding glass, followed by heating and drawing. 

[ 0003 ] In the method disclosed in Japanese Unexamined Patent Application Publication No. 2000-233937, the ratio 
of the external diameter of the cladding glass to the diameter of the core glass is set to 1 0 or more, and the dimensional 
error of the diameter of the core glass and that of the internal diameter of the cladding glass are each set to 5 fxm or less. 
15 [ 0004 ] In the method disclosed in W003/080522, a core rod Is coaxially disposed in a quartz glass tube having an 

external diameter of 100 mm or more, which is a final dimension obtained by machining, and while a space formed 
between the glass tube and the core rod is being collapsed, an optical fiber is drawn from the bottom end thereof. 
[ 0005 ] In the method disclosed in W001/90010, an optical fiber Is produced by drawing a core rod and a cladding 
pipe which are coaxially disposed, wherein the cladding pipe has OH concentration of maximum 1 wt. ppm and the core 
20 rod has an optical cladding glass layer around a core glass layer, the ratio of the external diameter of the optical cladding 

glass layer to the diameter of the core glass layer being between 1 and 2.2, the core rod having an OH concentration 
of maximum 1 wt. ppm In an area close to the surface, to a depth of up to 10 fjim. 

[ 0006 ] A method in which a preform rod and a glass tube are sealed at one end thereof, a vacuum pump is connected 
to the other end, and the space formed between the preform rod and the glass tube is evacuated while the glass tube 
25 is heated so that the preform rod is overcladded with the glass tube whereby an optical fiber preform is produced, or the 

glass tube Is collapsed on the preform rod whereby an optical fiber is drown has been disclosed in W098/43921 . 
[ 0007 ] A method of obtaining an optical fiber has been disclosed in Japanese Unexamined Patent Application Publi- 
cation No. 62-3034 in which a synthetic glass having a higher refractive index than that of a quartz tube is deposited 
inside the quartz tube, followed by drawing thereof. In the method disclosed in Japanese Unexamined Patent Application 
30 Publication No. 62-3034, one end of the quartz tube is closed, a gas in the quartz tube is then evacuated from the other 
end thereof for drying while the quartz tube is being heated, and subsequently, the quartz tube is filled with a halogen 
gas or a halogenated gas containing no hydrogen, followed by drawing for forming the optical fiber. 

[ 0008 ] A method of manufacturing a large quartz glass preform has been disclosed in Japanese Unexamined Patent 
Application Publication No. 7-109141 in which a large quartz glass tube and a core glass rod for an optical fiber are 
35 unified together by a rod-in-tube method, the core glass rod being composed of a core portion and a part of a cladding 
portion, whichever transmits light (an optical cladding portion). In the method disclosed in Japanese Unexamlned Patent 
Application Publication No. 7-109141, the large quartz glass tube has an external diameter of 50 to 300 mm, a ratio of 
the external diameter to the Internal diameter of 1 .1 to 7, a thickness of 1 0 mm or more, a thickness error of 2% or less, 
and an internal surface roughness of 20 |mm or less. In addition, according to Japanese Unexamined Patent Application 
^0 Publication No. 7-109141 , the external diameter of the optical cladding portion must be at least 2 times the diameter of 
the core portion. 

[ 0009 ] PCT Japanese Patent Application Translation Publication No. Tokuhyo 2002-501871 discloses a method of 
manufacturing an optical fiber preform. In the method, a rod is placed in a tube so as to form a circular space between 
the rod and the tube, one end of the tube is collapsed, the circular space is evacuated, and the other end is collapsed 
^5 to form an optical fiber preform. 

[ 001 0 ] In general, a considerable part of light transmitted in an optical fiber penetrates into an optical cladding portion, 
and impurities and imperfection existing at the interface between the core and the cladding and at the optical cladding 
portion increase the loss of transmitting light, decrease the mechanical strength of the optical fiber, or the like, thus, 
seriously affecting the properties of the optical fiber. Accordingly, in general, a portion (core portion) corresponding to 
50 the core of an optical fiber is not separately formed. In particular, when a single mode optical fiber is manufactured, after 
a core portion and a predetermined amount of an optical cladding portion provided around the core portion are simul- 
taneously formed so that the ratio of the diameter of the optical cladding portion to that of the core portion Is 3 to 5, a 
remaining cladding portion is further formed therearound. Thus, the manufacturing is accomplished such that the prop- 
erties of the produced optical fiber are not adversely affected even when impurities and imperfection exist in the interface 
55 between the optical cladding and the cladding provided therearound and the vicinity thereof. 

[ 0011 ] In general, a refractive index profile of the core portion of the optical fiber must accurately be controlled, and 
hence the synthesis thereof is cost-consuming and time-consuming as compared to that of the cladding portion. However, 
in the case in which the core portion and the optical cladding portion are simultaneously formed as described above, 
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the optical cladding portion can be manufactured at only a cost approximately equivalent to that of the core. 

Disclosure of Invention 

5 [001 2] An object of the present invention is to provide an optical fiber having a structure capable of achieving low loss 

and superior productivity and to provide a manufacturing method thereof. 

[0013] To these ends, there is provided a method of manufacturing an optical fiber formed by inserting a core rod into 
a cladding pipe, followed by a fiber-drawing step while the core rod and the cladding pipe are being unified by heating. 
This manufacturing method comprises the steps of: inserting a core rod into a cladding pipe; removing moisture present 
10 on the surface of the core rod and the internal surface of the cladding pipe; closing at least one end of the cladding pipe; 
and drawing from the one end so as to form an optical fiber In a state where a space formed between the core rod and 
the cladding pipe is connected to a dry-gas atmosphere and/or is decompressed. 

[0014] In the present specification, the "core rod" is not limited to what constitutes a portion corresponding to a core 
of an optical fiber (core portion) but includes what constitutes a core portion and a part of a cladding portion (hereinafter 
15 referred to as first cladding portion), the part surrounding the core portion and having a refractive index smaller than that 
of the core portion. 

[0015] In the step of removing moisture, the core rod and the cladding pipe may be heated while the space is being 
connected to a dry-gas atmosphere and/oris being decompressed. The step of removing moisture may comprise: a first 
sub step of heating the core rod and the cladding pipe while the space is connected to a dry-gas atmosphere and/or is 
20 being decompressed; and a second sub step of heating the core rod and the cladding pipe while the space is maintained 
in a dry-gas atmosphere containing a halogen gas or a halogenated gas. The step of closing at least one end of the 
cladding pipe may be that of closing one end of the cladding pipe and further closing the other end of the cladding pipe 
while the space is being decompressed. 

[0016] There is provided another method of manufacturing an optical fiber, which method includes a step of inserting 
25 a core rod into a cladding pipe and a step of fiber-drawing performed while the core rod and the cladding pipe are being 

unified by heating. This manufacturing method comprises the steps of: inserting a core rod into a cladding pipe; closing 
at least one end of the cladding pipe; and drawing from the one end so as to form an optical fiber while moisture adhering 
on the surface of the core rod and the internal surface of the cladding pipe is being removed by heating the core rod 
and the cladding pipe in a state where a space between the core rod and the cladding pipe is connected to a dry-gas 
30 atmosphere. In the step of closing at least one end of the cladding pipe, the space may be connected to a dry-gas 
atmosphere and may also be decompressed, and in addition, a step of unifying the core rod and the cladding pipe with 
each other at said one end may also be included. 

[001 7] In either manufacturing methods, a step of connecting a supporting member to an end of the core rod may be 
further included, and the step of closing at least one end of the cladding pipe may include a step of unifying the supporting 
35 member and the cladding pipe together at the one end. A step of connecting a supporting pipe to an end of the cladding 

pipe may be further included, and the step of closing at least one end of the cladding pipe may be performed by unifying 
the core rod and the supporting pipe with each other. A step of connecting a supporting member to an end of the core 
rod and a step of connecting a supporting pipe to an end of the cladding pipe may be further included, and the step of 
closing at least one end of the cladding pipe may be performed by unifying the supporting member and the supporting 
40 pipe with each other. 

[0018] The concentration of hydrogen molecules or a compound containing a hydrogen atom in the dry gas may be 
10 volume ppm or less in total. A step of heating the cladding pipe may be further included before the insertion step. 
[0019] A ratio D/d of a diameter D of the core rod to a diameter d of a core portion may be in the range of one to less 
than 2. The core rod may be only formed of the core portion, and in this case, the relative refractive index difference of 
45 the core rod to the cladding pipe is preferably 0.2% or more. In addition, the core rod may be formed of the core portion 
and the first cladding portion. In this case, the relative refractive index difference of the core portion to the first cladding 
portion is preferably 0.2% or more, and the refractive index of the first cladding portion is preferably substantially equivalent 
to the refractive index of a part of the cladding pipe in the region from the internal surface thereof to a depth of one-tenth 
of the thickness of the cladding pipe. 

50 [0020] A ratio D2/d2 of an external diameter D2 of the cladding pipe to an internal diameter d2 thereof may be in the 

range of 5 to 30, and the length of the cladding pipe may be 500 mm or more. The ratio D2/d2 is more desirably in the 
range of more than 7 to 30. 

[0021] The eccentricity of the internal circumference of the cladding pipe to the external circumference thereof may 
be 0.3% or less over the entire length of a portion (effective portion) to be formed into a product. The average viscosity 
55 of the core rod at 1 ,200°C may be equivalent to or more than the average viscosity of the cladding pipe. 

[0022] In addition, provided is an optical fiber which has a core and a cladding provided around the external circum- 
ference thereof and having a refractive index smaller than that of the core, and in which only one boundary is formed 
on a cross-section perpendicular to the axis thereof as a result of a rod and a pipe having been unified together by 
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heating, and in which the light transmission loss at a wavelength of 1.38 [xm is 0.5 dB/km or less. 

[0023] A ratio pl/rl of a distance pi between the center of the core and the boundary to a radius r1 of the core may 
be in the range of 1 to less than 2. The relative refractive index difference of the core to a first cladding which is a portion 
from the boundary to the core may be 0.2% or more, and when the thickness of the first cladding is represented by t, 
5 the refractive index of the first cladding may be substantially equivalent to the refractive index of a portion between the 
boundary and a circle which has a radius of r + 2t and which is concentric to the center of the core. The average viscosity 
of the core at 1 ,200°C may be equivalent to or more than the average viscosity of the cladding. The core may be made 
of a pure silica glass or a silica glass containing an additive, and the cladding may be made of a glass primarily composed 
of a fluorine-containing silica glass. 

10 

Brief Description of the Drawings 

[0024] The present invention, hereinafter, will be described in detail with reference to figures. The figures are shown 
for purposes of illustration only and are not intended to limit the scope of the present invention. 

15 

Figure 1 is a flowchart showing a first embodiment of the present invention. 

Figure 2 is a flowchart showing a modified example of the first embodiment of the present invention. 

Figure 3 is a view showing an example of an OVD method with a plurality of burners. 

Figure 4 is a view showing an example of U-turn points of burners of an OVD method with a plurality of burners. 

20 Figure 5 is a view showing an example of piercing a cladding pipe. 

Figure 6 is a view showing an example of purification of a cladding pipe. 

Figure 7a is a view showing an example of fusion connection between a cladding pipe and a supporting pipe. Figure 
7b is a view showing another example of fusion connection between a cladding pipe and a supporting pipe. 

Figure 8 is a view showing an example of heating of a cladding pipe. 

25 Figure 9 is a view showing an example of insertion of a core rod into a cladding pipe. 

Figure 1 0 is a view showing an example of a fixing jig for a core rod. 

Figure 1 1 is a view showing an example of insertion of a core rod into a cladding pipe and fixing thereof. 

Figure 12 is a view showing another example of insertion of a core rod into a cladding pipe and fixing thereof. 
Figure 13 is a view showing an example of a step of closing one end of a cladding pipe. 

30 Figure 1 4a is a view showing an example of a cladding pipe having one closed end, and Fig. 1 4b is a view showing 

an essential portion of another example of closed one end of a cladding pipe. 

Figure 15 is a view showing an example of rod-in-drawing. 

Figure 16 is a view showing an essential portion of another example of rod-in-drawing. 

Figure 1 7 is a flowchart showing a second embodiment of the present invention. 

35 Figure 1 8 is a view showing an essential portion of an example of rod-in -drawing of the second embodiment according 

to the present invention. 

Figure 1 9 is a flowchart showing a third embodiment of the present invention. 

Figure 20 is a view showing an example of an decompression step of decompressing a space formed between a 
core rod and a cladding pipe of the third embodiment according to the present invention. 

40 Figure 21 is a view showing an example of closing two ends of a cladding pipe of the third embodiment of the present 

invention. 

Figure 22 is a view showing one example of starting state of rod-in-drawing according to the third embodiment of 
the present invention. 

Figure 23 is a view showing an example of rod-in-drawing of the third embodiment of the present invention. 

45 

Best Mode for Carrying Out the Invention 

[0025] Hereinafter, embodiments of the present invention will be described with reference to figures. In the figures, in 
order to avoid duplication of description, the same reference numeral indicates the same portion. The scale ratios shown 
50 in the figures are not always accurate. 

[0026] A process in which a core rod is inserted into a cladding pipe and then they are unified by heating is hereinafter 
called rod-in-collapse. A process in which fiber-drawing is performed while a cladding pipe and a core rod inserted therein 
are being unified together by heating is hereinafter called rod-in-drawing. 

[0027] When rod-in-drawing is performed in a process of manufacturing an optical fiber, an interface (hereinafter 
55 referred to as " rod-in-interface" in some cases) is formed as a result of the unification of the rod and the pipe by heating. 
When the face of a cross-section cut perpendicularly relative to the axis of an optical fiber is subjected to chemical 
etching by immersion in a hydrofluoric acid solution ora buffered hydrofluoric acid solution containing ammonium fluoride 
and the resultant face is observed using an electron microscope, the boundary appears as a step. 
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[0028] In a method of manufacturing an optical fiber, according to the present invention, a core rod is inserted into a 
cladding pipe, moisture present on the surface of the core rod and the internal surface of the cladding pipe is removed, 
at least one end of the cladding pipe is closed, and while a space formed between the core rod and the cladding pipe 
is being connected to a dry-gas atmosphere and/or is being decompressed, the core rod and the cladding pipe are 
5 heated. The core rod and the cladding pipe thus heated are softened and are unified together while the diameters thereof 
are being decreased, followed by fiber-drawing in that state. 

[0029] By the steps as described above, impurities, in particular OH groups, or imperfection existing on the surface 
of the core rod and the internal surface of the cladding pipe, that Is, existing in the vicinity of the interface therebetween, 
can be eliminated effectively. In addition, the intrusion of impurities, which may otherwise occur, can be suppressed 
10 when the core rod and the cladding pipe are unified together. Thus, an optical fiber having superior light transmission 
properties can be manufactured by rod-in-drawIng according to the present invention as compared to those manufactured 
by conventional rod-in -drawing in the past. In addition, since most of the optical cladding or the entire optical cladding 
thereof is formed at one time and by a step independent of the step of the core synthesis, the reduction in manufacturing 
cost and in manufacturing time can be realized. 

15 [0030] Since an external force is uniformly applied along a direction from the exterior circumferential portion of the 

pipe to the center of the internal diameter thereof as the diameter of the pipe is decreased in a drawing step, the decrease 
in diameter is performed fast and uniformly, and hence bubbles do not remain at the interface with the core rod, and the 
core and the cladding do not have a noncircular or an eccentric shape. Accordingly, even in the case of a large and thick 
cladding pipe, a superior optical fiber can be manufactured by rod-in-drawing using the cladding pipe mentioned above. 
20 [0031] In addition, the optical fiber according to the present invention has: a core and a cladding which is provided 

therearound and which has a refractive Index smaller than that of the core; only one boundary on the cross-section 
perpendicular to the axis of the optical fiber, which is formed when the rod and the pipe are unified together by heating; 
a light transmission loss of 0.5 dB/km or less at a wavelength of 1 .38 fxm; a low concentration of impurities, in particular, 
moisture, and low loss; and a structure having superior productivity. 

25 [0032] The embodiments of the present invention will be described below. Figure 1 is a flowchart showing a first 

embodiment of the present invention. Figure 2 is a flowchart showing a modified example of the first embodiment of the 
present invention. Hereinafter, individual steps will be described primarily with reference to the example shown in Fig. 1 . 
[0033] In the first embodiment, a core rod and a cladding pipe which are separately manufactured are prepared. The 
core rod and the cladding pipe may be usable regardless of whether they are formed In-house or obtained from a third 
30 party. The steps in parentheses shown in Figs. 1 and 2 may be omitted. Purification, washing, dehydration by heating, 

etching, smoothing of the cladding pipe and washing of the core rod are preferably performed as preprocessing steps 
for rod-in-drawing. Subsequently, the core rod is inserted into the cladding pipe and is fixed. In the following baking step, 
the surface of the core rod and the internal surface of the cladding pipe are dehydrated by heating. One end of the 
cladding pipe is closed. Subsequently, a space formed between the core rod and the cladding pipe is preferably subjected 
35 to cycle purge using a dry gas. Next, the cladding pipe is heated so as to decrease the diameter thereof, and while the 

cladding pipe and the core rod are being unified together, rod-in-drawing is performed from the portion thus unified to 
produce an optical fiber. 

[0034] As shown in Fig. 2, In the preprocessing steps of the cladding pipe, whenever necessary, polishing or etching 
of the external surface of the cladding pipe may be performed in accordance with the internal diameter thereof so that 
^0 a cladding pipe may have a predetermined external diameter and internal diameter. In addition, a supporting pipe is 
preferably connected to the cladding pipe so as to hold it. 

< Manufacturing of Core Rod> 

45 [0035] The core rod is manufactured by a VAD method. A core-synthesizing burner and a first cladding-synthesizing 

burner are used, and a glass raw material gas, a combustible gas, a combustion assisting gas, and, whenever necessary, 
an additive raw material gas are supplied to the individual burners so that glass fine particles are deposited on a bottom 
part of a starting rod in an axis direction, thereby manufacturing a glass particle-deposit body. The additive raw material 
gas is supplied as needed to either one or both of the core-synthesizing burner and the first cladding-synthesizing burner. 
50 The number of the glass-synthesizing burners to be used is determined by necessity. As described above, the glass 
particle-deposit body is manufactured by adjusting the combustible gas, the combustion assisting gas, the flow rate of 
the additive raw material gas, the amount of glass deposition, and the like so that a ratio D/d of a diameter (in this case, 
equivalent to the diameter of the core rod) D of a first cladding portion to a diameter d of a core portion, both of which 
are finally formed by vitrification, becomes a predetermined value in the range of more than 1 to less than 2 and so that 
55 a predetermined refractive index profile is obtained. 

[0036] When a core rod only composed of the core portion is manufactured, without using the cladding-synthesizing 
burner, a glass raw material gas, a combustible gas, a combustion assisting gas and whenever necessary, an additive 
raw material gas are supplied to the core-synthesizing burner, and glass fine particles are deposited on a bottom part 
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of a starting rod in an axis direction, thereby manufacturing a glass particle-deposit body. In this case, the ratio D/d of 
the diameter D of the core rod to the diameter d of the core portion is 1 . 

[0037] An OVD method is also applicable to manufacturing of the core rod. Glass particles to be formed into the core 
portion are first deposited around a starting rod. In case a core rod having the first cladding is to be manufactured, glass 
5 particles to be formed into the first cladding portion are deposited around the core portion. The amount of deposition of 
the core portion and that of the first cladding portion are adjusted so that the ratio D/d of the diameter (in this case, 
equivalent to the diameter of the core rod) D of the first cladding portion to the diameter d of the core portion, both of 
which are finally formed by vitrification, becomes a predetermined value in the range of more than 1 to less than 2. In 
the case of an OVD method, the starting rod is extracted from the glass particle-deposit body thus obtained. 

10 [0038] In both cases described above, the obtained glass particle-deposit body is dehydrated and vitrified so that a 

core rod having no cladding around the core or a core rod having a very small cladding is manufactured. When the glass 
particle-deposit body is manufactured by an OVD method, a glass pipe obtained by vitrification is collapsed to be a solid 
rod by heating, or vitrification and collapse of the glass particle-deposit body are simultaneously carried out, in order to 
form a core rod. In addition to the VAD and the OVD methods described above, other known methods such as a sol-gel 
15 method, MCVD method, and PCVD method may be used alone or in combination to manufacture the core rod. The 
vitrified core rod is treated whenever necessary by a drawing process to have a predetermined diameter using known 
heating means such as a resistance heating furnace or an induction heating furnace. For example, drawing is performed 
to obtain a diameter of 3 to 30 mm. 

20 < Manufacturing of Cladding Pipe> 

[0039] By a VAD method or an OVD method, the cladding pipe can be manufactured. When a cladding pipe having 
a large external diameter is to be formed, a multi-burner multi-layer deposition method (MMD method) is preferable in 
which many burners are juxtaposed to form a burner line, and the burner line and a starting rod are relatively moved by 
25 a distance not more than several times the interval between the burners. By an OVD method including an MMD method, 
a glass particle- deposit body is manufactured by depositing glass particles around a starting rod. A cladding pipe is 
obtained by extracting the starting rod from the glass particle-deposit body thus obtained and subsequently performing 
dehydration and vitrification. Alternatively, the cladding pipe may be produced by extracting the starting rod after the 
glass particle-deposit body has been dehydrated and vitrified. 

30 [0040] The MMD method will be described with reference to Fig. 3. In this method, glass particles are deposited such 

that only respective parts in a lengthwise direction of the glass particle-deposit body is formed with one corresponding 
burners and the parts constitute the entire glass particle-deposit body. A starting rod 1 Is placed in a container 4, and a 
plurality of burners 2 are disposed to face the starting rod 1 such that a burner line 7 is formed. One of the starting rod 
1 and the burner line 7 or both of them are moved, so that the starting rod 1 and the burner line 7 are relatively moved 
35 reciprocatingly. The distance of this reciprocating movement is determined to be approximately equivalent to the interval 
between the burners. In this embodiment, the Interval between the burners indicates a distance between the centers of 
the burners. Glass particles supplied from the burners 2 are deposited on the starting rod 1, thereby forming a glass 
particle-deposit body 6. A glass raw material gas, a combustible gas, and a combustion assisting gas may be supplied 
to the burner so that glass particles are synthesized in the flame jetted from the burner. Alternatively, glass particles 
40 may be supplied to the burner and may then be jetted out thereof. A clean gas is supplied into the container through 
vents 3 provided in the vicinity of the burners, and a gas inside the container 4 is exhausted from exhaust ports 5 together 
with glass particles which are not deposited. 

[0041] In order to form the glass particle-deposit body 6 having a diameter uniform in the lengthwise direction, the 
U-turn points at which the reciprocating movement changes its direction are dispersed so as not to be located at the 
45 same point constantly. In Fig. 4, the movement (solid line) of a burner 2a located at an outermost position and the 
movement (dashed line) of a burner 2b located inside adjacent to the burner 2a are shown until the U-turn point of each 
burner returns to the original position, and the movements of the other burners are not illustrated. In Fig. 4, the U-turn 
points are shifted in a vertical direction by one-fifth of the interval between the burners per movement so as to be 
dispersedly located. The number of layers deposited on the both ends of the glass particle-deposit body varies, such 
50 as 2, 6, 10, 14, and 18 layers, depending on the position of a starting rod, and at the positions other than the two end 
portions, 20 layers are deposited. 

[0042] When the cladding pipe is to be formed by a VAD method, the glass particle-deposit body is formed at the 
bottom of the starting rod, and subsequently dehydration and verification are performed to produce a solid glass rod, 
and thereafter the glass rod thus obtained Is pierced. A piercing method may be such that a hole is formed using a drill, 
55 or as shown in Fig. 5, a hole is formed by pushing a piercing tool into the center portion of a glass rod softened by 
heating. In addition, as is the case of the OVD method, the cladding pipe may also be formed by the steps of depositing 
glass particles around a starting rod, extracting the starting rod, and then performing dehydration and sintering, or by 
the steps of performing dehydration and vitrification of a glass particle-deposit body and then extracting the starting rod. 
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[0043] Various known techniques may also be used as the manufacturing method of the cladding pipe as in the case 
of the manufacturing method of the core rod. Whenever necessary, the internal and the external surfaces of the cladding 
pipe may be mechanically grinded, polished, or elongated to have a predetermined external diameter so that the internal 
diameter, the external diameter, and the internal and external surface roughness are adjusted. 

5 [0044] Referring to Fig. 5, a method of forming a hole by pushing a piercing tool into the center portion of a glass rod 

softened by heating will be described. A rod 1 0 to be formed into the cladding pipe is attached to a piercing apparatus 
20. Chucks 27a and 27b of holding means 22a and 22b provided at both sides of a heating portion 23 hold supporting 
pipes 1 1 a and 11b. A piercing tool 21 is inserted into a hole in the supporting pipe 1 1 b from a receiving side and is 
pushed onto the end of the rod 10. The piercing tool 21 is fixed to a fixing means 28 through a supporting member 26 
10 provided therebetween. A dice 25 is pushed onto the external surface of the rod 10 in a manner such that it faces the 
piercing tool 21 and nips the rod 1 0. The internal diameter of the dice 25 is set slightly smaller than the diameter of the 
rod 1 0. The dice 25 is disposed adjacent to the heating portion 23 at the receiving side. 

[0045] By heat generated from a heating source 30, the rod 10 is heated in the range of 1 ,800 °C to 2,600 °C so as 
to be softened. The holding means 22a and 22b are moved on base stands 24a and 24b, respectively, at individual 
15 predetermined speeds from a feed side to the receiving side (direction indicated by arrow A in Fig. 5), so that the rod 
10 is moved to the receiving side. The piercing tool 21 is pushed into the softened rod 10, thereby forming a hole. By 
the dice 25, a cladding pipe 10b is formed to have a predetermined external shape. 

<Purification Step> 

20 

[0046] A purification step is performed for the cladding pipe thus formed. While a high DC voltage, such as 5 kV (10 
V/mm in electric field) or more is applied inside the cladding pipe, the cladding pipe is maintained at a predetermined 
temperature in the range of 500 to 1,500°C for 3 hours or more. In this manner, metal impurity cations existing in the 
glass or adhering to the internal and external surfaces of the glass are moved to a cathode side. Subsequently, by 
25 removing a part of the glass at which the impurities are gathered, a higher quality cladding pipe can be obtained. 

[0047] For example, as shown in Fig. 6 , an anode 31a and a cathode 31b are provided in a heating furnace 32, and 
the cladding pipe 1 0b is placed in the heating furnace 32 and is then sandwiched between the anode 31 a and the cathode 
31 b. The supporting pipe 1 1 b is held by holding means 34 in a state where the supporting pipe 1 1 b protrudes outward 
from the heating furnace. Heat is generated by a heater 33, so that the cladding pipe is heated in the range of 500 ‘’C 
30 to 1 ,300°C. A high DC voltage of 30 kV is applied between the electrodes 31a and 31b so as to move metal impurities 
to the cathode 31b side. Subsequently, the cladding pipe 10b is taken out from the heating furnace 32 and is then 
polished at the external circumferential portion thereof, so that the impurities are removed. In this case, preferably such 
polishing is performed such that the eccentricity of the internal circumference of the cladding pipe to the external cir- 
cumference thereof is 0.3% or less, whereby the noncircularity and the eccentricity of an optical fiber formed from the 
35 cladding pipe can be decreased. The eccentricity of the internal circumference of the cladding pipe to the external 
circumference thereof is a value obtained by dividing the amount of displacement between the center of the external 
diameter of the pipe and the center of the internal diameter thereof by the external diameter. 

<HF Washing Treatment> 

40 

[0048] The core rod and the cladding pipe obtained as described above are immersed in a hydrogen fluoride aqueous 
solution for washing. The hydrogen fluoride aqueous solution is easy to handle if it has a concentration of 0.1 to 50 
percent by weight. The immersion time is set to 1 hour or more. By this treatment, impurity-containing layers present on 
the surface of the core rod and the internal and external surfaces of the cladding pipe can be removed. 

45 [0049] The core rod and the cladding pipe thus washed are dehydrated by heating in an atmosphere containing an 

inert gas such as He or Ar, an N 2 gas, an O 2 gas, a halogen gas such as CI 2 or fluorine, a gas containing a halogen 
atom, such as thionyl chloride (SOCI 2 ) or SiF 4 , a gas such as SiCl 4 , GeC^, POCI 3 , PCI 3 , BCI 3 , or BBr 3 , or a mixed gas 
thereof. 

50 <Connection of Supporting Pipes> 

[0050] Supporting pipes are connected to the two ends of the cladding pipe whenever necessary so that the cladding 
pipe can be handled by holding the supporting pipes. The portions to be held are provided outside the cladding pipe so 
that the effective portion of the cladding pipe portion is prevented from being damaged by holding thereof. As shown in 
55 Fig. 7a, connection points between the cladding pipe 10b and supporting pipes 1 1 are heated by heating sources such 
as oxyhydrogen burners 1 2 , so that the supporting pipes 1 1 are fusion-connected to the two ends of the cladding pipe 
10b. Depending on the shape of the cladding pipe 10b, after the two ends of the cladding pipe 10b are cut away, the 
supporting pipes 1 1 may be connected to the cladding pipe. OH groups do not enter the connection points if a heating 
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source generating no moisture is used, for example, when a plasma burner is used instead of the oxyhydrogen burner 
12, or as shown in Fig. 7b, when a heater 13 of resistance heating type or induction heating type is used. That is, the 
concentrations of OH groups at the two ends of the cladding pipe can be maintained at a low level. Accordingly, the loss 
caused by OH groups can be decreased along the entire length of an optical fiber to be manufactured. A supporting 
5 pipe provided at a drawing starting side or a collapse starting side preferably has a smaller diameter than that of the 
cladding pipe. As described later, when the end of the cladding pipe is closed by collapsing the supporting pipe in 
rod-in-drawing so as to be unified with the core rod or a supporting member connected to the end thereof, the closing 
is easily performed if the supporting pipe has a smaller diameter. 

10 <Attaching> 

[0051] As shown in Fig. 8 , the cladding pipe 10b is vertically attached to a drawing apparatus. The supporting pipes 
11b and 1 1c at the top and the bottom sides are attached to holding means 43b and 43a, respectively. 

[0052] After the cladding pipe is attached to the holding means and before the core rod is inserted, preferably a dry 
15 gas is caused to flow in the cladding pipe and the internal surface of the cladding pipe is heated to a temperature in the 

range of 80 °C to 1,000°C. Heating in the range of 150 °Cto 800°C is more desirable. Moisture physically adhering to 
the internal surface of the cladding pipe is removed. The entire cladding pipe may be heated by a heating source having 
a length approximately equivalent to that of the cladding pipe, or heating may be performed by moving a heat source 
relatively to the cladding pipe when the heat source is shorter than the cladding pipe. The method of heating the cladding 
20 pipe, the core rod, and the dry gas present therebetween may be, for example, a method of blowing flame to the exterior 

of the cladding pipe, a method of blowing a gas in a plasma state, or a method of applying heat generated from a heater. 
In Fig. 8 , an example is shown in which a heater 70 having a length approximately equivalent to that of the cladding 
pipe is used so as to simultaneously heat the entire heating zone. 

25 <Vapor-Phase Etching> 

[0053] After the heating and dehydration step for the cladding pipe, a step of vapor-phase etching may be performed 
for the internal surface of the cladding pipe. This step is an effective method when a large amount of impurities remains 
on the internal surface of the pipe, because impurities remaining on the internal surface of the pipe can be more effectively 
30 removed by etching treatment. When the amount of foreign materials on the internal surface of the pipe is decreased, 
fiber breakage in drawing and the formation of irregular points of an optical fiber can be suppressed. As an etchant gas, 
for example, a fluorinated compound gas such as SFg, NF 3 , Sip 4 , CF 4 , or C 2 Fq, or a fluorine gas may be used. A mixed 
gas may also be used which contains the above compound gas and an inert gas such as helium or argon, N 2 , O 2 , or a 
compound gas having a dehydrating effect or an effect of removing transition metal, such as a compound gas containing 
35 a Cl atom. 

[0054] In the vapor-phase etching step, the temperature of the internal surface of the pipe is increased to a temperature 
in the range of 1 ,000°C to 2,300°C. A fluorinated compound gas, a fluorine gas, or the like is decomposed and is allowed 
to react with a glass, so that the internal surface of the pipe is etched. The etching amount is preferably set to 1 0 |iim or 
more so that the roughness of the internal surface of the pipe is prevented. 

40 

<Smoothing of Internal Surface> 

[0055] A step of smoothing the internal surface of the cladding pipe may also be performed in which a CI 2 gas, a 
compound gas containing a chlorine atom, an O 2 gas, an He gas, or a mixed gas containing at least two kinds of gases 
45 among such gases is caused to flow through the cladding pipe and the internal surface of the cladding pipe is heated 
to a temperature in the range of 1,700 °C to 2,300°C. This step allows the roughness of the internal surface to be 
decreased to 20 |mm or less by fusing and smoothing minute scratches or irregularities remaining on the internal surface 
of the pipe while the cladding pipe is not substantially deformed. When a chlorine gas is used, moisture chemically 
adhering to the cladding pipe and transition metal-based impurities remaining on the pipe can be removed, and the 
50 generation of bubbles can effectively be prevented. 

<lnsertion of Core Rod> 

[0056] As shown in Fig. 9, a core rod 40 is inserted into the cladding pipe 10b. By causing a dry gas to flow in the 
55 cladding pipe 1 0b from a pipe 42 which is fixed to a lid 47b and attached to the supporting pipe 1 1 b, the air is prevented 
from entering the cladding pipe 10 b and consequently the moisture in the air is prevented from adhering onto the core 
rod 40 and the cladding pipe 1 0b. The dry gas is caused to flow in the cladding pipe 1 0b from the side opposite to the 
side at which the core rod 40 is to be inserted. When the core rod 40 is inserted from the bottom side, the dry gas is 
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made to flow from the top side, and vice verse when the core rod 40 is inserted from the top side. An airtight lid is 
preferably used as the lid 47b, and a lid made from a fluorinated compound resin may be used, for example. In order to 
enhance the airtight properties of the lid, a sealing material such as an 0 -ring may also be used, and for example, a lid 
made from quartz and an 0-ring made from a fluorinated compound resin may be used in combination. As described 
5 below, supporting members 41 a and 41 b are preferably fusion connected to the two ends of the core rod 40. 

[ 0057 ] The ratio D2/d2 between an external diameter D2 and an internal diameter d2 of a cladding pipe is determined 
by taking the ratio D/d of the diameter D of the core rod to the diameter d of core portion into consideration, and the core 
rod and the cladding pipe are combined so that an optical fiber having desired structure and properties can be formed. 
The gap between the core rod and the cladding pipe is preferably in the range of 0.05 to 3 mm. In other words, the 
10 difference between the internal diameter of the pipe and the diameter of the rod is 0.1 mm or more. When the rod is 
inserted into the pipe, and the gap therebetween is too small, the rod and the pipe are rubbed against each other, and 
scratches may occur in some cases. When the gap is excessively large, the unification therebetween by fusion may be 
unevenly performed. 

[0058] In the case in which the gap between the core rod and the cladding pipe is large or the core rod is extremely 
15 thin, the core rod may be divided into two pieces. In such case, the core rods are mechanically brought into contact with 
each other. Accordingly, the eccentricity of the core caused by displacement or bending of the core rod can be suppressed. 
The contact portion in the core rod is discarded in drawing or after drawing. 

<Dry Gas> 

20 

[ 0059 ] The dry gas is a gas containing hydrogen molecules or a compound containing a hydrogen atom (such as H 2 O, 
or CH 3 OH) at a total concentration of 10 volume ppm or less, desirably 4 volume ppm or less, particularly desirably 1 
volume ppm or less, and most desirably 1 volume ppb or less. When the compound is moisture, the concentration thereof 
can be measured by the use of the dew point, and in this case, 1 0 volume ppm corresponds to -60°C, 4 volume ppm 
25 corresponds to -67°C, 1 volume ppm corresponds to -76°C, and 1 volume ppb corresponds to -1 1 2°C. The dew points 
described herein are those measured by the standard atmospheric pressure. As for kinds of gases, an inert gas such 
as He or Ar, N 2 gas, an O 2 gas, a halogen gas such as CI 2 or fluorine, or a gas containing a halogen atom such as 
SOCI 2 or Sip 4 may be used. In addition, SiC^, GeC^, POCI 3 , PCI 3 , BCI 3 , BBr 3 , or the like may also be used. 

30 < Fixing of Core> 

[ 0060 ] The core rod is held and fixed by a fixing jig 44 placed in the supporting pipe beforehand. An optical fiber (good 
product) having the desired properties cannot be obtained from the part of the core rod which is held by the fixing jig 44. 
However, if the part held by the fixing jig 44 is formed of a supporting member which is only used for supporting the core 
35 rod, the core rod is not wastefully used. Hence, supporting members are preferably connected to the two ends of the 
core rod. In the case where an end of the cladding pipe is closed by collapsing the cladding pipe such that the cladding 
pipe comes into contact with the core rod, a good product cannot be obtained from the part at which the cladding pipe 
and the core rod are unified by collapsing. Hence, it is preferable that the supporting pipe connected to the cladding 
pipe be collapsed so as to be unified with the supporting member connected to the core rod, since the cladding pipe 
40 and the core rod are not wastefully used. 

[ 0061 ] Hereinafter, the case will be described in which the supporting members 41 a and 41 b are fusion connected to 
the core rod and in which the supporting members are held by the fixing jigs. The fixing jig is, for example, a ring 46 
having grooves 45 as shown in Fig. 10. The external diameter of the ring is formed slightly larger than the internal 
diameter of the supporting pipe, and the internal diameter of the ring 46 is formed slightly smaller than the external 
45 diameter of the supporting member. When the ring 46 is formed from an elastic material, the ring 46 can be pushed 
inside the supporting pipe, and the supporting member can be pushed inside the ring 46, so that the supporting member 
is fixed to the supporting pipe with the ring 46 provided therebetween. Accordingly, the core rod 40 is fixed in the cladding 
pipe 1 0b. Even when the core rod is in a fixed state, the dry gas can flow in a vertical direction through the grooves 45 
of the ring 46. 

50 [ 0062 ] When the core rod 40 is inserted into the cladding pipe from the bottom thereof, as shown in Fig. 1 1 , the fixing 

jigs 44 are inserted inside the supporting pipe 1 1 b at the top side, and the supporting member 41 b is pushed thereinto, 
so that the upper end of the core rod 40 is fixed. By the use of the fixing jigs 44, the core rod 40 can be fixed at the 
center of the cladding pipe 10 b, and as a result, the noncircularity and the eccentricity of an optical fiber obtained by 
drawing can be decreased. The supporting member 41 a is provided beforehand at the bottom end thereof with the fixing 
55 jig 44 and is pushed, together with the fixing jig 44, into the inside of the supporting pipe 1 1 c located at the bottom side, 
a supporting bar 48 is placed under the supporting member 41 a, and a lid 47a is fitted to the bottom end of the supporting 
pipe 11c located at the bottom side. The core rod 40 is fixed by the supporting pipe 11b and the supporting pipe 1 1c 
and is hung in the pipe, and the bottom end of the core rod 40 is supported by the lid 47a with the supporting bar 48 
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provided therebetween. The lid 47a is provided with a pipe 49 through which a gas can be supplied or exhausted. The 
supporting pipe 11c is sealed with the lid 47a. 

[ 0063 ] Instead of the use of the fixing jig, the core rod can be held by decreasing the dianneter of the end portion of 
the supporting pipe or that of the cladding pipe by heating. In this case, the diameter of the supporting pipe or that of 
5 the cladding pipe is decreased in a manner such that a gap is formed so as to allow a gas to flow up and down at the 
diameter decreased portion. The thickness of the end portion of the supporting pipe orthe cladding pipe maybe decreased 
so that the decrease in diameter can easily be accomplished. In an example shown in Fig. 12, the supporting member 
41b is designed to protrude upward from the supporting pipe 1 1b, and the protruding portion is held by holding means 
50 so that the core rod 40 is fixed. In this case, the pipe 42 and the supporting member 41 b are disposed so as not to 
10 interfere with each other. The gap between the supporting member 41b and the lid 47b is decreased to the minimum. 
In particular, when a toxic gas such as SFg or CI 2 is caused to flow inside the cladding pipe 1 0b, the airtightness should 
be secured by filling a sealing material in a gap between the supporting member 41 b and the lid 47b. 

[ 0064 ] From the insertion of the core rod to the completion of drawing, in orderto prevent moisture, hydrogen molecules, 
or a compound containing a hydrogen atom in the air from entering the cladding pipe, the space between the core rod 
15 and the cladding pipe is always placed in a dry-gas atmosphere, a reduced-pressure atmosphere, or a dry-gas and 
reduced-pressure atmosphere. The method of maintaining a dry-gas atmosphere inside the cladding pipe may, for 
example, be a method in which a gas inside of the cladding pipe is replaced with such a gas as mentioned above, 
followed by sealing, or a method in which a dry gas is exhausted from one end of the cladding pipe while such a gas as 
mentioned above is continuously supplied from the other end. In the latter method, a dry gas Is supplied from the pipe 
20 42, and a gas inside the cladding pipe 1 0b is exhausted from the pipe 49 as shown in Figs. 1 1 and 1 2. When a dry gas 

is continuously supplied, the airtightness in the fitting of the lid 47a to the supporting pipe 1 1c is not required. 

<Baking> 

25 [ 0065 ] After the core rod is inserted in and fixed to the cladding pipe, the pipe and the core rod are heated in a state 

where the space formed between the core rod and the cladding pipe is connected to a dry-gas atmosphere and/or being 
decompressed so that hydrogen molecules or compounds containing a hydrogen atom, adhering onto the internal surface 
of the pipe and the surface of the core rod, are removed (hereinafter, this treatment is called dehydrogenation treatment). 
For example, while the space is connected to a dry-gas flow path and is supplied with a dry gas, the core rod and the 
30 cladding pipe are heated. Alternatively, while the space is being decompressed by exhausting a gas present in the 
space, the core rod and the cladding pipe are heated. Or, the core rod and the cladding pipe are heated while a dry gas 
is being supplied in the space and a gas therein is simultaneously being exhausted so that the space is in a decompressed 
state. A heating step performed for this dehydrogenation treatment is called a baking step. When the surface of the core 
rod and the Internal surface of the cladding pipe are subjected to the dehydrogenation treatment by the baking step, the 
35 concentration of OH groups can be decreased in the vicinity of the rod-in interface of an optical fiber obtained by a 
subsequent rod-in-drawing step. Accordingly, it is possible to obtain an optical fiber exhibiting such a low value in the 
transmission loss caused by the presence of OH groups as could not have been attained by a rod-in-drawing in the past. 
[ 0066 ] Hereinafter, an example of the case in which heating treatment is performed while a dry-gas atmosphere is 
being introduced will be described. As shown in Figs. 1 1 and 12, a gas flow Is generated from the top to the bottom of 
40 the cladding pipe by supplying a dry gas from the pipe 42 and exhausting a gas inside the cladding pipe 10b through 
the pipe 49. The gas flow may be generated in a direction opposite to that described above. The gas flow rate is preferably 
set to 1 liter or more per minute under the standard conditions. The internal surface of the cladding pipe or the surface 
of the core rod is heated to a temperature in the range of 80 °C to 1 ,000°C. If the temperature is high, such as more 
than 1 ,000°C, moisture physically adhering to the surface of the rod or the internal surface of the pipe may react with 
45 glass and chemically adhere onto the core rod or the cladding pipe, or may be bonded to glass in the form of OH groups; 
as a result, removal of the moisture may become difficult in some cases. The heating temperature Is preferably 800°C 
or less. When the heating temperature is set to 600°C or less, no generation of OH groups on the glass surface occurs. 
When the temperature is set to 550°C or less, moisture will not chemically adhere onto the glass surface. On the other 
hand, in orderto remove physically adhering moisture, a temperature of 80°C or more is effective; when the temperature 
50 is 1 50°C or more, the removal can be performed in a short period of time; and when the temperature is 350°C or more, 
the removal can be performed in a shorter period of time. For example, the internal surface of the cladding pipe is 
maintained at 450°C for 30 minutes or more. The dry gas may be a gas such as nitrogen, oxygen, helium, or argon, or 
may be a gas containing a halogen gas or a halogenated gas. 

[ 0067 ] The supporting pipe located at the side at which a dry gas is supplied during baking may be heated so that the 
55 dry gas may be warmed while flowing through the supporting pipe and thereafter supplied inside the cladding pipe. In 
this case, the flow rate of a gas flowing through the pipe may be set to, for example, 1 sIm or more so as to prevent the 
air from flowing from the downstream side. 

[ 0068 ] As a heating source, a burner ora heater may be used. It is preferable to use a heater in view of its not supplying 
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moisture onto the external surface of the cladding pipe. The heating zone is set to the entire length of the cladding pipe. 
When the supporting pipe is to be collapsed to be unified with the core rod orthe supporting member, the dehydrogenation 
treatment is performed in the baking step for a portion at an effective portion side from the place at which the supporting 
pipe or the supporting member is to be unified, so that the amount of hydrogen molecules or a compound containing a 
5 hydrogen atom, adhering to the portion described above, is decreased. Accordingly, OH groups are not generated on 
portions which are to be unified with each other in rod-in-drawing, and hence the increase in light transmission loss 
caused by OH groups will not occur. By the same reason as described above, when the concentration of OH groups of 
the supporting pipe and the supporting member is set 1 volume ppm or less in a region from the surface thereof to a 
depth of 1 0 fxm therefrom, hydrogen in this area will not form OH groups and thereby will not cause the Increase in light 
10 transmission loss. 

[ 0069 ] When the length of a heating source is smaller than the length of the heating zone, the heating source should 
relatively be moved with respect to the cladding pipe and the core rod. Either of the heating source or the cladding pipe 
and the core rod may be moved, and they may be moved at different speeds from each other. By the use of a heating 
source having a length approximately equivalentto that of the heating zone, the entire heating zone maybe simultaneously 
15 heated. In the baking step, when the inside of the cladding pipe 10b is to have a reduced-pressure atmosphere, the 
exhaust amount of gas inside the cladding pipe 10b is Increased as compared to the supply amount of a dry gas, or 
without supplying a dry gas, a gas inside the cladding pipe 1 0b is exhausted from the pipe 42 or 49. The pressure inside 
the cladding pipe 1 0b is preferably set to 60 kPa or less. Moisture removal is accelerated by the evacuation of the inside 
of the cladding pipe since moisture removed from the internal surface of the cladding pipe and the surface of the core 
20 rod Is eliminated from the inside of the cladding pipe. In addition, moisture once removed from the cladding pipe or the 
core rod will not again adhere thereto. The baking step may be performed before the core rod 40 is fixed inside the 
cladding pipe 1 0b with fixing jigs and the like. 

[ 0070 ] If the baking step is performed twice (first substep and second substep) at different temperatures, moisture on 
the core rod and the cladding pipe can be further removed. In the first substep, heating is performed so as to make the 
25 internal surface of the cladding pipe orthe surface of the core rod to have a temperature in the range of 80 °C to 1 ,000°C 
or preferably 150 °C to 1 ,000°C as described above, and the second substep is preferably performed at a temperature 
higher than that in the first substep. The atmosphere in the space between the core rod and the cladding pipe in the first 
substep is such as described above; however, in the second substep, the space between the core rod and the cladding 
pipe is caused to have a dry-gas atmosphere containing a halogen gas or a halogenated gas. For example, while an 
30 atmospheric gas containing a gas such as CI 2 having an effect of removing transition metals is supplied in the cladding 

pipe from one end thereof and is removed from the other end, the temperature inside the cladding pipe is increased to 
1 ,000°C or more. A gas containing a chlorine atom such as chlorine or SOCI 2 , for example, may be used a gas having 
an effect of removing transition metals. The gas having an effect of removing transition metals may be diluted with 
helium, argon, or the like. When the heating temperature is set to 1 ,020°C or more, moisture chemically bonded to the 
35 surface of the core rod and the internal surface of the cladding pipe and to the vicinities thereof can be removed in a 

short time. In addition, since the vapor pressure of nickel chloride or iron chloride becomes 1 atm or more, the transition 
metals thereof can be removed by evaporation. For example, the internal surface of the cladding pipe is maintained at 
1 ,020°C for 30 minutes or more. 

[0071 ] Prior to the above vapor-phase etching step or the above internal -surface smoothing step, the same treatment 
40 as the baking treatment may be performed while the space in the cladding pipe is connected to a dry-gas atmosphere 
and/or is maintained at a reduced pressure. By the treatment mentioned above, the generation of toxic products such 
as sulfuric acid, which may otherwise be caused by the reaction between an etchant gas and moisture, can be suppressed 
when the internal surface of the cladding pipe is processed by vapor-phase etching. 

45 <Closing> 

[ 0072 ] After moisture on the surface of the core rod and the internal surface of the cladding pipe are removed by the 
baking step, as shown in Fig. 13, the supporting pipe 11c at the bottom side is placed at a position facing a heating 
portion 52 of a fiber-drawing furnace 51 . In this step, the cladding pipe 1 0b may be moved, or the fiber-drawing furnace 
50 51 may be moved. The heating portion 52 is caused to generate heat so that the cladding pipe 1 0b and the supporting 

pipe 1 1 c are heatedto a temperature in the range of 1 ,800°Cto 2,600°C, andthe diameters of parts thereof are decreased. 
Thus, as shown in Fig. 14a, the core rod 40 and the cladding pipe 10b are unified together, so that the bottom end of 
the cladding pipe 1 0b is closed. Alternatively, as an essential portion is shown in Fig. 1 4b, the supporting pipe 1 1 c and 
the supporting member 41a are unified together, so that the bottom end of the cladding pipe 10b is closed. Until the 
55 cladding pipe 1 0b is closed, a dry gas is supplied inside the cladding pipe 1 0b from the pipe 42, and a gas inside the 
cladding pipe 1 0b is exhausted from the pipe 49. In a space 72, a dry gas flows from the top to the bottom in Fig. 1 2. A 
dry gas to be used may be oxygen, nitrogen, argon, helium, chlorine, or a mixed gas containing at least two kinds of 
these gases. 
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[0073] In order to maintain the airtight state of the space 72, a sealing material such as an 0-ring is provided at a 
contact portion between the lid 47b and the supporting pipe 1 1 b. However, when the space 72 is decompressed, outside 
air inevitably enters the space 72 from a gap between the lid 47b and the supporting pipe 11b or between the lid 47b 
and the supporting member 41 b. In the first embodiment, by supplying a dry gas from the pipe 42 into the space 72, the 
5 amount of outside air entering the space 72 can be decreased, and in addition, by diluting and blowing away the outside 
air, the dew point in the space 72 can be maintained at a low level. On the other hand, according to the structure shown 
in Fig. 4 or Fig. 6 of Japanese Unexamined Patent Application Publication No. 7-1 091 41 , it is impossible to cause a dry 
gas to flow through the space formed between the core rod and the cladding pipe, and outside air having a high dew 
point enters the space when the space is decompressed. As a result, the dew point in the space cannot be maintained 
10 at a low level, and hence the concentration of OH groups at a rod in interface of an optical fiber obtained from the core 
rod and the cladding cannot be decreased to a sufficiently low level. 

[0074] A flow meter 56 and a pressu re gauge 57 are provided for the pipe 42, so that the gas flow rate and the pressure 
inside the cladding pipe 10b are measured. According to the results, whether the bottom end of the cladding pipe 10b 
is completely closed or not can be determined. When the gas flow rate flowing from the top to the bottom of the cladding 
15 pipe 1 0b is rapidly decreased, or the pressure inside the cladding pipe 1 0b is rapidly increased, it is determined that the 
bottom end of the cladding pipe is completely closed. When the bottom end of the cladding pipe is closed, a valve 60 is 
immediately opened, so that air in the space 72 is exhausted from a pipe 59. In order to prevent the cladding pipe 10b 
from bursting when the cladding pipe 10b is closed and the pressure therein Is increased, a bypath pipe 54 may also 
be provided. When the bottom end of the cladding pipe 1 0b is being closed, a valve 55 provided for the bypath pipe 54 
20 is opened, so that a dry gas is allowed to pass through the bypath pipe 54 even when the cladding pipe 1 0b is completely 
closed. 

[0075] When the bottom end of the cladding pipe 10b is closed, the bottom portion of the core rod 40 is softened by 
being heated; however, in the example shown in Fig. 13, the total weight of the core rod 40 is not applied to the softened 
portion because the core rod 40 is fixed by the holding means 50 with the supporting member 41 b provided therebetween. 
25 Hence, the deformation of the core rod at the softened portion is suppressed. 

[0076] As described above, the closing of the end of the cladding pipe 10b is not limited to the unification between 
the end portion of the cladding pipe itself and the core rod. The end of the cladding pipe can also be closed in a manner 
such that the supporting pipe is connected to the cladding pipe, and the supporting pipe and the core rod are unified 
together. When the supporting member is connected to the core rod, the end of the cladding pipe can also be closed 
30 by unifying the supporting member with the cladding pipe or the supporting pipe. 

[0077] In the drawing step, drawing of an optical fiber is started from the unified portion. It takes a certain period of 
time from the start of fiber-drawing before the optical fiber drawing speed and the diameter of the optical fiber become 
predetermined stable values, and accordingly an optical fiber drawn during this period cannot be a good product and is 
discarded. In the case where the supporting pipe and the supporting member are unified with each other, the portion of 
35 an optical fiber to be discarded, which is drawn during a given period of time from the start of fiber-drawing, results from 
the supporting pipe and the supporting member, and hence almost all the optical fiber drawn from the cladding pipe and 
the core rod can be regarded as a good product, and accordingly, the yield can be improved. 

[0078] The unification can easily be performed if the melting point is decreased by adding phosphorus, germanium, 
or fluorine to the respective portion to be unified of the cladding pipe, the supporting pipe, the core rod, and/or the 
40 supporting member. 

[0079] Preferably, the closed portion is continuously heated for several to several tens minutes after the end of the 
cladding pipe is closed, so that the closed portion is prevented from having a noncircular shape. It is desirable to relatively 
rotate the cladding pipe, the supporting pipe, the core rod, and/or the supporting member with respect to the heating 
source, since the formation of a noncircular shape is thereby further prevented. 

45 

<Cycle Purge> 

[0080] After one end of the cladding pipe 1 0b is closed, preferably the inside of the cladding pipe 1 0b is subjected to 
cycle purge so that the dehydrogenation treatment can be performed more effectively. As shown in Fig. 1 4a, a valve 58 
50 provided forthe pipe 42 is closed, a valve 60 provided forthe pipe 59 is opened, and the inside of the cladding pipe 1 0b 
is evacuated through the pipe 59. The pressure gauge 57 is provided forthe pipe 59, and the pressure inside the cladding 
pipe 10b is measured. When the pressure inside the cladding pipe 10b reaches 10 kPa or less, the valve 60 is closed 
so as to stop the evacuation, and the valve 58 is then opened so as to introduce a dry gas inside the cladding pipe 1 0b 
until the pressure therein reaches 50 kPa or more. The evacuation and the gas introduction described above are repeated, 
55 so that the inside of the cladding pipe 10b is placed in a dry-gas atmosphere. 

[0081] The evacuation is preferably performed until the pressure becomes 1 kPa or less, and the gas introduction is 
preferably performed until the pressure becomes 1 00 kPa or more. By performing the cycle purge, hydrogen molecules 
ora compound containing a hydrogen atom, which could not be removed by baking, orhydrogen molecules or a compound 
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containing a hydrogen atom, such as moisture, which have adhered onto the rod or the pipe after baking, can be removed. 
<Rod-ln-Drawing> 

5 [ 0082 ] When the cladding pipe 1 0b is closed, the supporting pipe 11 c at the bottom side is pulled out of the fiber-drawing 

furnace 51 , and an optical fiber is drawn from the closed portion. As described above, when only one end of the cladding 
pipe is closed, the other end of the cladding pipe is connected to a dry-gas atmosphere in the drawing step, a gas in the 
space between the cladding pipe and the core rod is exhausted from the other end for reducing the pressure in the 
space, or decompression is simultaneously performed while the space is being connected to a dry-gas atmosphere. 

10 [ 0083 ] While the core rod 40 and the cladding pipe 10b are being fed into the fiber-drawing furnace 51 , the surface 

of the core rod is heated to a temperature in the range of 500°C to 1,800°C, and the external surface of the cladding 
pipe is heated to a temperature in the range of 1 ,300°C to 2,300°C, desirably 1 ,300°C to 2,1 00°C, and more desirably 
1 ,400°C to 2,1 00°C. Accordingly, the core rod 40 and the cladding pipe 1 0b are unified with each other from the bottom 
to the top, and an optical fiber is drawn from the unified portion. 

15 [ 0084 ] In this step, when the space between the core rod and the cladding pipe is decompressed to a pressure of 1 0 

kPa or less, the surface of the core rod is heated to a temperature in the range of 500°C to 1 ,300°C, and the external 
surface of the cladding pipe is heated to a temperature in the range of 1,000°C to 1,800°C. When the space is not 
decompressed or is only slightly decompressed, the surface of the core rod is heated to a temperature in the range of 
1 ,000°C to 1 ,800°C, and the external surface of the cladding pipe is heated to a temperature in the range of 1 ,500°C 
20 and 2,1 00°C. Accordingly, an optical fiber is formed from the core rod 40 and the cladding pipe 1 0b by rod-in-drawing. 
The cladding pipe 1 0b and the core rod 40 may be rotated around the axes thereof. 

[ 0085 ] An inlet of the fiber-drawing furnace is provided with a gas supply portion 53, and an inert gas such as nitrogen 
or helium is blown to the cladding pipe, so that gas sealing is performed to prevent a gas outside the fiber-drawing 
furnace from entering the fiber-drawing furnace from the top thereof. Arrows from the gas supply portion 53 indicate the 
25 gas flow directions. 

[ 0086 ] When the fiber has been drawn to have a predetermined decreased diameter, the drawn fiber is cut off, and 
the supporting pipe 1 1c and the components connected thereto, that is, the lid 47a and the pipe 49, are separated from 
the cladding pipe 1 0b. Subsequently, as shown in Fig. 1 5, an optical fiber 61 is caused to pass through a cooling device 
62, an external-diameter measurement device 63, a resin-coating device 64, and a resin-curing device 65, and is then 
30 laid on a path line composed of guide rollers 66, a capstan 67, and an accumulator 68. Thus, the optical fiber is pulled 
by the capstan 67 so as to be taken up by a winding device 69. 

[ 0087 ] A unified portion formed from the core rod and the cladding pipe is heated to a temperature in the range of 
1,800°C to 2,400°C such that an optical fiber is drawn therefrom. Figure 16 shows an example of drawing an optical 
fiber. In this example, a heating portion has a two-stage structure (52a and 52b), and the surface of the core rod 40 is 
35 heated to a temperature in the range of 500°C to 1 ,800°C by the upper side heating portion 52a so that the core rod 40 

and the cladding pipe 1 0b are unified with each other, and the unified portion of the core and the cladding is heated to 
a temperature in the range of 1 ,800°C to 2,400°C by the lower side heating portion 52b so that an optical fiber is drawn. 
The temperature required for unifying the core rod 40 and the cladding pipe 1 0b together is adjusted in accordance with 
the degree of decompression of the space between the core rod 40 and the cladding pipe 1 0b as described above. On 
^0 the other hand, the temperature required for drawing the unified portion formed from the core and the cladding is 

independent of the degree of decompression of the space. Therefore, the drawing speed can be increased if the tem- 
perature required for unification is controlled by the upper side heating portion 52a and the temperature by the lower 
side heating portion 52b is set higher than that of the upper side. Here, either of resistance heating and induction heating 
may be used as a heating method. 

^5 [ 0088 ] In rod-in-drawing, the connection between a dry-gas atmosphere and the space 72 between the core rod 40 

and the cladding pipe 10b is done by connecting through the pipe 42 with an outside dry-gas supply source not shown 
in the figure. A dry gas comprising one of oxygen, nitrogen, argon, helium, chlorine, or a mixed gas containing at least 
two kinds of the enumerated gases is supplied into the space 72 through the pipe 42. The decompression of the space 
72 is achieved by exhausting a gas in the space 72 through the pipe 59. Preferably, the space 72 between the core rod 
50 40 and the cladding pipe 10b is decompressed by connecting the space existing between the core rod 40 and the 

cladding pipe 1 0b to the pipe 42 which is a dry-gas flow path and supplying a dry gas thereto, while the gas in the space 
72 is decompressed through a pipe 59. A desirable degree of decompression in the space 72 is 1 0 kPa or less. Preferably, 
the pressure is further decreased to 4 kPa or less, more desirably to 1 kPa or less, and most desirably to 0.1 kPa or 
less. If the space between the core rod 40 and the cladding pipe 1 0b is connected to a dry-gas atmosphere, fiber-drawing 
55 can be performed while the dry gas is supplied thereto so that moisture in the air may be prevented from entering the 
space. By decompressing the space between the core rod 40 and the cladding pipe 10b, the amount of gas inside the 
cladding pipe 1 0b is decreased, and even if hydrogen molecules or a compound gas containing a hydrogen atom enters 
the space, the amount thereof can be decreased. 
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[ 0089 ] When the inside of the cladding pipe is deconnpressed, the core rod and the cladding pipe can be unified with 
each other at a low temperature. When the heating temperature is decreased, the amount of heat transmitted to the 
core can be decreased. In the case where the inside of the cladding pipe is decompressed to 1 0 kPa or less, the surface 
of the core rod is heated to a temperature in the range of 500°C and 1 ,300°C as described above, and the external 
5 surface of the cladding pipe is heated to a temperature in the range of 1,300°C and 1,800°C. In these temperature 
ranges, the core rod and the cladding pipe are not softened so much as cause them to be deformed as a result of sagging 
by their own weight. Hence, the eccentricity and noncircularity of the optical fiber thus formed are small, the ratio of the 
external diameter of the cladding to the core diameter is maintained at a constant value along the lengthwise direction, 
and the variation in properties such as cutoff wavelength and dispersion is small. 

10 [ 0090 ] In the case where the pressure of the space 72 is decreased to 4 kPa or less, the cladding pipe is easily 

collapsed even if it has a relatively thick wall thickness, and hence the temperature of the fiber-drawing furnace may not 
be unnecessarily increased. Accordingly, energy is not wastefully used. In addition, a larger degree of freedom for 
determining the drawing conditions such as linear speed and tension is obtained. 

[0091] In a second embodiment shown in Fig. 1 7, an optical fiber is drawn while the surface of the core rod and the 
15 internal surface of the cladding pipe are processed by dehydrogenation treatment. In Fig. 17, the steps described in 
parentheses are steps which may be omitted. The step of inserting the core rod into the cladding pipe and fixing both 
of them and the preceding steps are equivalent to those in the first embodiment. Next, after at least one end of the 
cladding pipe is closed, the space between the core rod and the cladding pipe is subjected to cycle purge. The two steps 
described above are also equivalent to those in the first embodiment. Next, the core rod and the cladding pipe are moved 
20 to a position above the fiber-drawing furnace. In this step, a unified portion formed from the core rod and the cladding 
pipe by closing the cladding pipe is placed at a position above the center of the heating portion. The movement is made 
to a position such that the internal surface of the cladding pipe has a temperature of approximately 80°C to 150®C at 
the position that is closest to the unified portion formed from the core rod and the cladding pipe and at which the core 
rod and the cladding pipe are not yet unified together. The temperature of the heating portion 52 of the fiber-drawing 
25 furnace 51 may be temporarily decreased. In this case, the space between the core rod and the cladding pipe is kept 
connected to a dry-air atmosphere. 

[ 0092 ] Subsequently, the core rod and the cladding pipe are gradually moved downward to the fiber-drawing furnace. 
In the case in which the temperature of the heating portion 52 is temporarily decreased, the temperature is increased. 
As the core rod and the cladding pipe are moved, the temperatures of the surface of the core rod and the internal surface 
30 of the cladding pipe are gradually increased at parts which are not yet unified with each other. In this case, the space 
between the core rod and the cladding pipe is connected to a dry-gas atmosphere at the portion that is located closest 
to the unified portion and at which the core rod and the cladding pipe are not yet unified together. Alternatively, the space 
between the core rod and the cladding pipe is connected to a dry-gas atmosphere, and simultaneously, the gas inside 
the space is evacuated so as to be decompressed. In this state, the surface of the core rod and the internal surface of 
35 the cladding pipe are subjected to baking since the surface of the core rod and the internal surface of the cladding pipe 

are heated to a temperature in the range of 80°C to 1,000°C, and preferably in the range of 150°C to 1,000°C. Subse- 
quently, the core rod and the cladding pipe are gradually moved downward to the lower position of the fiber-drawing 
furnace. Thus, according to the movement of the core rod and the cladding pipe, the portion to be baked is shifted 
gradually to upper portions of the core rod and the cladding pipe. 

40 [ 0093 ] When the portion at which the core rod and the cladding pipe are unified together reaches the vicinity of the 

centerof the heating portion of the fiber-drawing furnace, the movement of the core rod and the cladding pipe is temporarily 
stopped. The core rod and the cladding pipe are held at the position so that the temperature of the portion where the 
core rod and the cladding pipe are unified together is increased. When the temperature of the external surface of the 
cladding pipe at the unified portion is increased to a temperature in the range of 1,300°C to 2,100°C, fiber-drawing is 
45 started from the unified portion so as to produce an optical fiber. The steps hereafter are to be performed in the same 

manner as that described in the first embodiment. As the optical fiber is continuously drawn, the core rod and the cladding 
pipe are also continuously introduced into the fiber-drawing furnace from the top side thereof to the bottom side. Hence, 
a part of the non-unified portion at which the surface of the core rod and the internal surface of the cladding pipe are to 
be heated is gradually shifted from the unified portion to the other end opposite thereto. The space between the core 
50 rod and the cladding pipe is connected to a dry-gas atmosphere. Simultaneously, the unification between the core rod 
and the cladding pipe proceeds in an upward direction. Hence, while the surface of the core rod and the internal surface 
of the cladding pipe are continuously baked, drawing of an optical fiber is performed. These steps can also be carried 
out while the decompression is being performed. 

[ 0094 ] In the second embodiment, as shown in Fig. 18, the heating portion formed of at least two stages is effective. 
55 If the lower side heating portion 52b for heating the unified portion for fiber-drawing is heated to a temperature in the 
range of 1 ,800°C to 2,400°C, and the temperature of the upper side heating portion 52a, which is disposed at a position 
facing the cladding pipe and the core rod which are not yet unified together, is set to a temperature in the range of 80°C 
to 1,000°C, moisture physically adhering to the internal surface of the cladding pipe and the surface of the core rod. 
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which are to be heated by the heating portion 52a, can be reliably removed. 

[0095] According to a third embodiment of the present invention, rod-in-drawing of an optical fiber may be performed 
in a state in which the two ends of the cladding pipe are closed so that the inside thereof is sealed up. 

[0096] In the case in which the two ends of the cladding pipe are to be closed, one end thereof is closed and subsequently 
5 the gas in the space between the core rod and the cladding pipe is exhausted from the other end so that the space is 
decompressed, and thereafter the other end is closed. Accordingly, an optical fiber preform can be obtained in which 
the space present between the core rod and the cladding pipe is in a decompressed state. The degree of decompression 
of the space is determined by the volume of the space existing when the two ends are closed. The space becomes 
smaller as rod-in-drawing is carried out, and hence the pressure thereof is increased. The space is decompressed so 
10 that the pressure of a gas present in the space at the end of fiber-drawing will not become the same with the atmospheric 
pressure or more. For example, the space is decompressed to 1 kPa or less. When this optical fiber preform is subjected 
to fiber drawing, the space between the core rod and the cladding pipe is in a decompressed state. 

[0097] When the end of the cladding pipe is closed, in either cases of closing only one end or the two ends, the dew 
point of the space between the core rod and the cladding pipe can be decreased by decompressing the space while the 
15 space is connected to a dry-gas atmosphere. Accordingly, the formation of OH groups on the surface of the core rod 
and the internal surface of the cladding pipe can be prevented, and hence the transmission loss due to OH groups of 
the optical fiber obtained by rod-in-drawing can be decreased. 

[0098] The optical fiber preform composed of the cladding pipe which is closed at the two ends thereof and the core 
rod enclosed therein can be handled in the same manner as that for a conventional solid optical fiber preform. In the 
20 third embodiment, steps from the baking step to the step of closing the two ends of the cladding pipe are carried out in 
an apparatus different from the fiber-drawing furnace, and the optical fiber preform thus formed can be drawn in a 
fiber-drawing furnace equivalentto a conventional one. In view of the use of an existing production apparatus, the method 
described above is an effective method. 

[0099] The closing of the cladding pipe in the third embodiment is done just to close the two ends of the cladding pipe, 
25 and unlike conventional rod-in-collapse, the entire length of the cladding pipe is not collapsed. Accordingly, the time, 
apparatuses, and running cost can be omitted to that extent, and as a result, the optical fiber can be manufactured at a 
low cost. 

[0100] Referring to Fig. 19, the flow of the third embodiment will be described. In Fig. 19, the steps described in 
parentheses may be omitted. 

30 [0101] The step of closing one end of the cladding pipe, which is performed after the dehydrogenation treatment for 

the surface of the core rod and the internal surface of the cladding pipe by a baking step, and the preceding steps are 
the same as those of the first embodiment. However, the baking step and the closing of the cladding pipe may be 
performed in a heating apparatus other than the fiber-drawing furnace provided that the baking step can be performed 
in the above heating apparatus. In addition, the heating apparatus is not limited to that shown in Fig. 12 in which the 

35 core rod and the cladding pipe are attached in a vertical direction, and a heating apparatus in which they are attached 

in a horizontal direction may also be used. 

[0102] The cycle purge step performed after one end of the cladding pipe is closed is the same as that in the first 
embodiment. After a gas in the space is exhausted so that the pressure therein is decreased to 1 kPa or less, the other 
end of the cladding pipe is closed. The optical fiber preform which is closed at the two ends thereof is heated, and 
40 subsequently, rod-in-drawing is performed. 

[0103] Steps performed after one end of the cladding pipe is closed will be particularly described with reference to 

Fig. 20. The valve 60 is opened, and a gas in the space 72 is exhausted from the pipe 59. The pressure of the space 

72 is monitored by the pressure gauge 57, and the gas in the space 72 is exhausted until the pressure is decreased to 
1 kPa or less. After the pressure in the space 72 is once decreased to 1 kPa to less, cycle purge may be performed as 

45 in the first embodiment in which the gas introduction and the evacuation of the space 72 are to be repeated. 

[0104] After the gas in the space 72 is exhausted to a pressure of 1 kPa or less, as shown in Fig. 21 , a heating source 

73 is placed at the top end of the cladding pipe 1 0b or at the side of a supporting pipe 1 1 d, and the supporting pipe 1 1 d 
or the top end of the cladding pipe 1 0b is collapsed so as to be unified with the supporting member 41 b or the core rod 
40. As shown in Fig. 21 , the supporting pipe 1 1 d and the supporting member 41 b are preferably unified with each other 

50 since the entire length of the core rod 40 and that of the cladding pipe 10b are effectively used. 

[0105] When the closing of the two ends of the cladding pipe is completed, the evacuation is stopped, and the lids 
47a and 47b and the various pipes are disassembled from the supporting pipes. 

[0106] The supporting pipe and the supporting member are cut off, or they are torn off after being heated, at a position 
outside the unified portion at the side at which fiber-drawing of the optical fiber preform thus formed is started. The end 
55 which is cut off or torn off is preferably processed so as to have a shape suitably usable for the start of drawing. As 
described above, an optical fiber drawn for a certain period of time from the start of drawing cannot be formed into a 
good product. Hence, some parts of the supporting pipe and the supporting member are preferably allowed to remain 
as fiber-drawing-start marginal ends to the extent that initial fiber-drawing for such period of time is done with such parts 
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of the supporting pipe and the supporting member. 

[0107] As shown in Fig. 22, an extension member 74 connected to the supporting pipe 11 d is held by holding means 
75, and an optical fiber preform 100 is carried into the fiber-drawing furnace 51 from the drawing-start end of the preform 
100. Alternatively, without using the extension member, the supporting pipe 1 1d may be held directly by the holding 
5 means 75. The holding means 75 is connected to a preform feed device 76. 

[0108] As shown in Fig. 23, the optical fiber 61 is drawn from the bottom end of the optical fiber preform 1 00 by the 
capstan 67 while the bottom end of the cladding pipe 10b is collapsed and unified with the core rod 40 by heating the 
heating portion 52 of the fiber-drawing furnace 51 . The unification by collapse of the cladding pipe is the same as that 
in the first embodiment, and the heat distribution in the heating portion of the fiber-drawing furnace is determined in the 
10 same manner as that in the first embodiment. A space 77 between the core rod and the cladding pipe is decompressed 

to 1 kPa or less and is closed, and hence the collapse of the cladding pipe 1 0b can smoothly be performed. 

[0109] As the drawing of the optical fiber preform 1 00 proceeds, the size of the space 77 is decreased, and the pressure 
therein is continuously increased. In the case where the supporting member 41b and the supporting pipe 1 1 d are unified 
together, the space 77 consists of a space in the non-effective portion located at the top end of the optical fiber preform 
15 and a space between the supporting member 41 b and the supporting pipe 1 1 d at the stage when the drawing of the 
effective portion of the optical fiber preform 1 00 is completed. The pressure of the space to be set when the top end of 
the cladding pipe is closed is calculated beforehand so that the pressure of the space existing at the completion of the 
fiber-drawing may be lower than an external pressure existing around the optical fiber preform 100, and when the top 
end of the cladding pipe is closed, the space is made to have such calculated value of pressure. The portion at which 

20 the supporting member and supporting pipe are unified with each other may be provided at a distance from the cladding 

pipe 1 0b such that the space existing at the completion of fiber-drawing has a sufficient volume. 

[0110] In a gas seal method shown in Fig. 23, in order to prevent a gas outside the fiber-drawing furnace 51 from 
entering the fiber-drawing furnace 51 , a gas is jetted to the optical fiber preform 100 from the gas supply portion 53 
which is provided on the fiber-drawing furnace 51 ; however, the entire optical fiber preform may be placed in a container, 
25 and an inside-furnace atmosphere and an outside-furnace atmosphere may be separated at a position of the supporting 
pipe or the extension member. Depending on the heating source to be used, the inside-furnace atmosphere and the 
outside-furnace atmosphere need not always be separated. 

[ 0111 ] The preform feed device 76 is moved downward so that the optical fiber preform 1 00 is fed into the fiber-drawing 
furnace 51 . As the optical fiber preform 100 is fed into the fiber-drawing furnace 51, the cladding pipe 1 0b and the core 
30 rod 40 are gradually unified with each other, and simultaneously, the optical fiber 61 is drawn from the unified portion 

by the capstan 67. As in the case of the first embodiment, the optical fiber 61 drawn out of the fiber drawing furnace 51 
is allowed to pass through the cooling device 62, the external-diameter measurement device 63, the resin-coating device 
64, and the resin-curing device 65, is then laid on the path line composed of the guide rollers 66, the capstan 67, and 
the accumulator 68, and is finally taken up by the winding device 69. 

35 [ 01 12 ] In the third embodiment, it is unnecessary to provide a pipe for exhausting a gas in the space between the core 

rod and the cladding pipe and a pipe for connecting the space to a dry-gas atmosphere during fiber-drawing of an optical 
fiber preform. Accordingly, there is no problem of positional arrangement of the pipes when the optical fiber is fed into 
the fiber-drawing furnace by the preform feed device, and hence the optical fiber preform can easily be positioned. In 
addition, a conventional fiber-drawing furnace used for a solid optical fiber preform can be used without any modification. 
40 [ 01 1 3 ] The optical fiber obtained in the first and the third embodiments has only one boundary which is formed when 

the rod and the pipe are unified with each other by heating, and the light transmission loss at a wavelength of 1 .38 (xm 
can be decreased to 0.5 dB/km or less and further to 0.35 dB/km or less. These values correspond to an OH group 
absorption loss of approximately 0.25 dB/km or less and approximately 0.1 dB/km or less, respectively, at a wavelength 
of 1 .38 fxm. The boundary is present in the region in which a ratio p1/r1 is 1 to less than 2, where pi is a distance from 
45 the center of the core to the boundary and r1 is a radius of the core. 

[0114] In addition, the polarization mode dispersion (PMD) can be decreased to 0.15 ps/km''^^ or less and further 
decreased to 0.08 ps/km^^^ or less. The absolute value of the variation in dispersion value in the lengthwise direction 
can be decreased to 2 ps/nm/km^ or less and further decreased to 0.5 ps/nm/km^ or less. The core eccentricity is also 
0.3% or less. 

50 

<Core Rod> 

[01 1 5] The ratio D/d of the diameter D of the core rod to the diameter d of the core portion is preferably set such that 
1 <D/d<2 holds. When this relationship is satisfied, a major portion of the optical cladding portion which would have been 
55 synthesized as a part of the core rod in the past is synthesized as a cladding pipe. Accordingly, reduction in manufacturing 
cost and manufacturing time can be achieved. Aflame polishing step performed for the core rod can also be omitted. 
When the ratio D/d is in the range of 1 to 1 .4, the first cladding which must be synthesized in the same process as that 
for the core may only have a volume approximately equivalent to that of the core, and hence the effect is significant in 
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view of productivity. 

[01 1 6] The core rod may be made of, for example, pure silica itself, a material composed of pure silica and germanium 
oxide (Ge 02 ) added thereto, or a material composed of pure silica and an additive for increasing the refractive index, 
such as P 2 O 5 , AI 2 O 3 , Ti 02 , or Cl, added thereto. 

5 [0117] By providing the external circumferential portion of the core rod with a part of an optical cladding which has a 

composition approximately equivalent to that of the internal surface portion of the cladding pipe, it is possible to suppress 
the deformation of the core rod or the cladding pipe or the generation of bubbles at the interface can be suppressed 
when the core rod and the cladding pipe are heated. Accordingly, an optical fiber having superior properties in terms of 
transmission loss, PMD, dispersion property (variation of dispersion value of an optical fiber in the lengthwise direction), 
10 and the like, can be manufactured. 

[0118] In the case where an additive such as Ge 02 is added to the core, and pure silica is used for the cladding, by 
providing a part of an optical cladding made of pure silica around the core rod, the core rod and the cladding can be 
unified with each other such that the concentricity thereof is maintained during heating. Accordingly, the occurrence of 
noncircularlty or eccentricity of the core can be suppressed. Furthermore, since the amount of the optical cladding 
^5 present in the core rod is small as compared to that in the past, the manufacturing cost can be reduced. Provided that 

the ratio D/d is 1.2 or less, the optical cladding can be formed in a manner such that a glass particle-deposit body 
composed only of Ge 02 -added glass particles is manufactured and germanium present at the external circumferential 
portion thereof is caused to diffuse or evaporate during the dehydration and vitrification of the glass particle-deposit body. 

20 <Cladding Pipe> 

[0119] The refractive index in the vicinity of the internal surface of the cladding pipe may desirably be substantially 
equivalent to that of the first cladding of the core rod, and the cladding pipe may be made of, for example, pure silica to 
which an additive such as fluorine or B 2 O 3 is added for decreasing the refractive index; pure silica itself, or pure silica 
25 to which an additive such as Ge 02 , P 2 ^ 5 > AI 2 O 3 , Ti 02 , or Cl is added for increasing the refractive index. It is more 

preferable that the composition in the vicinity of the internal surface of the cladding pipe be the same as that of the first 
cladding. 

< Magnification of Pipe> 

30 

[0120] The ratio D2/d2 of a cladding pipe in terms of the external diameter D2 to the internal diameter d2 thereof is 
in the range of 5 to 30, desirably more than 7 to 30, and more desirably 8 to 30. In addition, the external diameter is 
desirably 90 mm or more, more desirably 1 20 mm or more, and even more desirably 1 40 mm or more. Alternatively, the 
length is desirably 500 mm or more and more desirably 600 mm or more. The use of such a large cladding pipe allows 
35 an optical fiber produced by one drawing operation to have a more elongated length, and hence the productivity is 
improved. The ratio of the external diameter of the cladding pipe to the internal diameter thereof is appropriately adjusted 
in accordance with the structure of a desired optical fiber. 

<Eccentricity> 

40 

[0121] The eccentricity of the core rod and the cladding pipe is desirably 0.3% or less, and more desirably 0.2% or 
less, over the entire length thereof. As used herein, the term "eccentricity" in the case of the core rod having the first 
cladding is the value that can be obtained by dividing the amount of displacement between the center of the core portion 
and the center of the core rod by the diameter of the core rod. The eccentricity of the cladding pipe is determined in 
45 terms of the relation of the internal circumference to the external circumference and is the value obtained by dividing 
the amount of displacement between the center of the internal diameter of the pipe and the center of the external diameter 
thereof by the external diameter. Thus, not only can the amount of core eccentricity of the optical fiber finally obtained 
be decreased, but also the unevenness of a molten state in the cross-section perpendicular to the axis can be decreased 
when the core rod and the cladding pipe are unified with each other, whereby the generation of bubbles and noncircularlty 
50 of the core can be suppressed. As a result, the transmission properties of the optical fiber thus obtained can be made 
superior. 

<Noncircularity of Pipe> 

55 [0122] The noncircularity of the core and first cladding of a core rod as well as the noncircularity of the external diameter 

and internal diameter of a cladding pipe is preferably 1 .5% or less, respectively. Those having a noncircularity of 0.5% 
or less are more desirably used, and those having a noncircularity of 0.2% or less are further more desirable. The 
rod-in-drawing of a core rod or a cladding pipe having a small noncircularity enables an optical fiber in which the 
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degradation in non circularity of the core andthe increase in birefringence index are suppressed and the PMD is decreased. 
For example, 0.15 ps/km''^^ or less can be achieved. In addition, when the core rod and the cladding pipe are unified 
with each other, the unevenness of a molten state in the cross-section perpendicular to the axis can be decreased, the 
unification between the core rod and the cladding pipe uniformly proceeds, and the generation of bubbles can be 
5 suppressed. Accordingly, the transmission properties of the optical fiber produced therefrom can be made superior. In 
addition, since the deviation in the wall thickness of the cladding of the optical fiber thus formed is small, that is, since 
the core is not eccentric, the loss caused by splicing of the optical fiber is low. When a core rod and a cladding pipe, 
each having a small noncircularity and eccentricity, are used in combination, the effect described above can be further 
enhanced. 

10 [ 0123 ] A core rod having a surface roughness of 20 jxm or less and a cladding pipe having an internal surface roughness 

of 20 fxm or less are preferably used. Accordingly, when the core rod and the cladding pipe are unified with each other, 
the generation of bubbles can effectively be suppressed since the roughness of their surfaces to be welded together 
are small. Hence, the fiber breakage and the variation in diameter which occur in fiber drawing can be suppressed. In 
addition, the transmission loss of the optical fiber to be formed can be decreased. The surface roughness can be 
15 decreased by drawing the rod or the pipe so as to have a predetermined diameter by the use of heating means such as 
a resistance heating furnace or an induction heating furnace, or by removing an impurity-containing layer of the surface 
by immersion in a hydrogen fluoride aqueous solution having a molarity of 0.1 to 50 percent by weight for 1 hour or more. 
[ 0124 ] The concentration of OH groups of the core rod is desirably 20 weight ppm or less, more desirably 1 0 weight 
ppm or less, more desirably 2 weight ppm or less, more desirably 1 weight ppm or less, and most desirably 0.1 weight 
20 ppm or less. As for the cladding pipe, the OH concentration in the portion to be included in a mode field diameter of the 
optical fiber formed therefrom is desirably 20 weight ppm or less, more desirably 1 0 weight ppm or less, more desirably 
2 weight ppm or less, and more desirably 1 weight ppm or less. By using a core rod and a cladding pipe in which the 
OH concentration is originally low, an optical fiber having a low light transmission loss due to OH groups can be obtained. 
When the OH concentration in the interface between the core and the cladding is 0.05 ppm, the light transmission loss 
25 due to OH groups is 0.5 dB. 

[ 0125 ] As in the example described above, when a core rod having a small thickness and a cladding pipe having a 
large thickness are unified with each other by heating, the core rod having a considerably smaller heat capacity than 
that of the cladding pipe is more liable to be deformed. Accordingly, the average viscosity of the core rod is preferably 
equivalent to or more than that of the cladding pipe. The reason for this is that the deformation of the core rod which 
30 may otherwise occur during unification can easily be prevented. As a result, bubbles, noncircularity and eccentricity, 
and the like, in the core of the optical fiber thus obtained are unlikely to occur. In this case, the values of viscosity to be 
used for comparison are representative values of viscosity in the temperature region in which the two described above 
are unified by fusion, and in the case of a silica base glass, the temperature range is generally 1,000°C to 2,400°C. 
Herein, the value at a temperature of 1 ,200°C is regarded as the representative value. 

35 [ 0126 ] The examples of glass for forming a core and a cladding which can achieve the combination of viscosities as 

described above include the following. That is, for forming the core, a pure silica glass or a silica glass containing at 
least one of a halogen atom, such as fluorine or Cl, and a metal oxide, such as Ge 02 , B 2 O 3 , P 2 O 5 , or AI 2 O 3 , is preferable, 
and for forming the cladding, either a fluorine-containing silica glass or a fluorine-containing silica glass containing at 
least one of a halogen atom except fluorine and a metal oxide, such as Ge 02 , B 2 O 3 , P 2 O 5 , or AI 2 O 3 , is desirable. 
40 Particularly desirable combinations are as follows: the core is a silica glass containing a Cl atom, or a silica glass 
containing a Cl atom and a fluorine atom, and the cladding is a fluorine-containing silica glass or a fluorine-containing 
silica glass containing a Cl atom; or the core is a silica glass containing Ge 02 or a silica glass containing Ge 02 and a 
Cl atom, and the cladding is a fluorine-containing silica glass or a fluorine-containing silica glass containing a Cl atom. 
For example, when the core is a silica glass containing approximately 1 ,000 weight ppm of Cl atoms, and the cladding 
45 is a silica glass containing approximately 1 percent by weight of fluorine atoms, the relationship of the viscosity between 
the core and the cladding described above is satisfied, and in addition, a relative refractive index difference of approx- 
imately 0.34% can be obtained. In addition to this example, the types of additives and the amounts thereof are appro- 
priately selected and adjusted to obtain predetermined viscosities of the core and the cladding and a predetermined 
relative refractive index difference therebetween. 

50 

<Refractive Index Profile> 

[01 27] The refractive index profile of an optical fiber is not particularly limited. A core rod having a complicated refractive 
index profile as in a dispersion shifted fiber or a dispersion compensation fiber can also be used. In the case in which 
55 a single mode optical fiber having a simple step type refractive index profile is to be formed, a typical single mode optical 
fiber can be formed if the relative refractive index difference of the core relative to the cladding is 0 . 2 % or more. 

[ 0128 ] In the case where a core rod having a first cladding provided around a portion corresponding to the core is 
used, the refractive index in the region from the inner surface of the cladding pipe to a depth of one-tenth of the thickness 
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thereof is preferably substantially equivalent to that of the first cladding portion. That is, the relative refractive index 
difference between the above two is in the range of -0.05% to +0.05% and nnore desirably in the range of -0.02% to 
+0.02%. Accordingly, an optical fiber having small variation in properties such as a cut-off wavelength and dispersion 
can be obtained. 

5 [ 0129 ] In the case of the core rod having a first cladding, in order to enable the first cladding and the cladding formed 

therearound to have refractive indexes in a predetermined range, types of additives and the concentrations thereof, 
which are to be added for controlling the refractive index, are adjusted. The adjustment described above includes the 
case in which no additive is used. A cladding portion containing the first cladding may have a plurality of regions having 
different refractive indexes. In addition, in the above example, the single mode optical fiber is primarily described; 

10 however, the present invention may also be applied to a multimode optical fiber, and the same effect of decreasing the 

transmission loss as described above can also be obtained. 

Examples 

15 [ 0130 ] In accordance with the third embodiment, optical fibers were manufactured by rod-in-drawing under the con- 

ditions shown in Table I (Examples 1 to 4). To be more precise, a cladding pipe was immersed in a hydrogen fluoride 
aqueous solution for washing, the cladding pipe and a supporting pipe were connected to each other, and the internal 
surface of the cladding pipe was subjected to vapor-phase etching, followed by a chlorine treatment of the internal 
surface of the cladding pipe. Next, a baking treatment was performed by heating the surface of the core rod and the 

20 internal surface of the cladding pipe to a pipe internal surface temperature Tb while a space between the core rod and 

the cladding pipe was maintained at a dew point of Td °C. In a second substep of the baking step, a dry chlorine gas 
was caused to flow. Next, the bottom end (downstream side with respect to the gas flow) of the cladding pipe was closed, 
the top end (upstream side with respect to the gas flow) was then closed to form an optical fiber preform while the inside 
of the cladding pipe was maintained at a pressure of P kPa, and flame polishing was then performed for the external 

25 surface of the optical fiber preform . Subsequently, by drawing this optical fiber preform, an optical fiber was manufactured. 

In Example 2, the core rod was separated into two pieces, and they were inserted into the cladding pipe from the end 
thereof at the downstream side with respect to the gas flow. 



Table I 



Example 


1 


2 


3 


4 


External Diameter of Supporting Pipe mm 


100 


40 


125 


40 


Length of Supporting Pipe mm 


1,500 


1,500 


1,500 


1,500 


External Diameter of Cladding Pipe mm 


150 


70 


250 


36 


Length of Cladding Pipe mm 


700 


2,500 


300 


2,000 


Diameter of Core Rod mm 


10 


4.5 


16 


2.4 


Length of Core Rod mm 


700 


1,300+1,300 


400 


2.100 


Baking Temperature Tb °C 


450 


400 


350 


500 


Baking Time Hour 


1 


2 


4 


0.5 


Dew point Td °C 


-88 


-80 


-59 


-85 


Pressure P kPa 


0.1 


3.2 


0.01 


3.6 


Holding Time after Closing at Upstream Side Minute 


30 


10 


60 


15 



[ 0131 ] In the optical fibers manufactured under condition 1, 2, or 4, a light transmission loss of 0.1 dB/km or less could 
be obtained at a wavelength of 1 .38 fxm . In the optical fiber manufactured under condition 3, the light transmission loss 
at a wavelength of 1 .38 inm was 1 .2 dB/km and was larger than 0.5 dB/km. This is believed to be due to a dry gas used 
in the baking step having a high dew point. 

[ 0132 ] The entire disclosures including specifications, claims, figures, and abstracts of Japanese patent Application 
Nos. 2003-139732 (filed on May 1 9, 2003) and 2003-1 39733 (filed on May 1 9, 2003) are incorporated herein by reference. 

Industrial Applicability 

[ 0133 ] An optical fiber having a low transmission loss can be manufactured with superior productivity at a low cost. 
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Claims 

1 . A method of manufacturing an optical fiber formed by inserting a core rod into a cladding pipe, followed by drawing 
while the core rod and the cladding pipe are unified together by heating, the method comprising the steps of: 

5 

inserting the core rod into the cladding pipe; 

removing moisture present on the surface of the core rod and the internal surface of the cladding pipe; 
closing at least one end of the cladding pipe; and 

drawing from said one end so as to form an optical fiber in a state where a space formed between the core rod 
10 and the cladding pipe is connected to a dry-gas atmosphere and/or is decompressed. 

2. The method of manufacturing an optical fiber, according to Claim 1 , 

wherein the step of removing moisture is performed by heating the core rod and the cladding pipe while the space 
between the core rod and the cladding pipe is connected to a dry-gas atmosphere and/or is being decompressed. 

15 

3. The method of manufacturing an optical fiber, according to Claim 1 or 2, 

wherein the step of removing moisture comprises: a first substep of heating the core rod and the cladding pipe while 
the space is connected to a dry-gas atmosphere and/or is being decompressed; and a second substep of heating 
the core rod and the cladding pipe while the space is maintained in a dry-gas atmosphere containing a halogen gas 
20 ora halogenated gas. 

4. The method of manufacturing an optical fiber, according to one of Claims 1 to 3, 

wherein the step of closing at least one end of the cladding pipe is a step of closing one end of the cladding pipe 
and further closing the other end of the cladding pipe while the space is being decompressed. 

25 

5. A method of manufacturing an optical fiber formed by inserting a core rod into a cladding pipe, followed by drawing 
while the core rod and the cladding pipe are unified together by heating, the method comprising the steps of: 

inserting the core rod into the cladding pipe; 

30 closing at least one end of the cladding pipe; and 

drawing from said one end so as to form an optical fiber while moisture adhering on the surface of the core rod 
and the internal surface of the cladding pipe is being removed by heating the core rod and the cladding pipe in 
a state where a space between the core rod and the cladding pipe is connected to a dry-gas atmosphere. 

35 6. The method of manufacturing an optical fiber, according to one of Claims 1 to 5, 

wherein, in the step of closing at least oneendofthe cladding pipe, the space is connected to a dry-gas atmosphere 
and is decompressed. 

7. The method of manufacturing an optical fiber, according to one of Claims 1 to 6, 

40 wherein the step of closing at least one end of the cladding pipe comprises a step of unifying the core rod and the 

cladding pipe with each other at said one end. 

8. The method of manufacturing an optical fiber, according to one of Claims 1 to 6, further comprising the step of: 

45 connecting a supporting member to an end of the core rod, 

wherein the step of closing at least one end of the cladding pipe comprises a step of unifying the supporting 
member and the cladding pipe with each other at said one end. 

9. The method of manufacturing an optical fiber, according to one of Claims 1 to 6, further comprising the step of 

50 

connecting a supporting pipe to an end of the cladding pipe; 

wherein the step of closing at least one end of the cladding pipe is performed by unifying the core rod and the 
supporting pipe with each other. 

55 10. The method of manufacturing an optical fiber, according to one of Claims 1 to 6, further comprising the steps of: 

connecting a supporting member to an end of the core rod; and 
connecting a supporting pipe to an end of the cladding pipe. 
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wherein the step of closing at least one end of the cladding pipe is performed by unifying the supporting member 
and the supporting pipe with each other. 

11. The method of manufacturing an optical fiber, according to one of Claims 1 to 10, 

5 wherein the concentration of hydrogen molecules or a compound containing a hydrogen atom in the dry gas is 10 

volume ppm or less in total. 

12. The method of manufacturing an optical fiber, according to one of Claims 1 to 1 1 , further comprising the step of: 

10 heating the cladding pipe prior to the step of inserting the core rod into the cladding pipe. 

13. The method of manufacturing an optical fiber, according to one of Claims 1 to 12, 

wherein a ratio D/d of a diameter D of the core rod to a diameter d of a core portion is in the range of 1 to less than 2. 

15 14. The method of manufacturing an optical fiber, according to Claim 13, 

wherein the core rod is only composed of the core portion. 

15. The method of manufacturing an optical fiber, according to Claim 14, 

wherein the relative refractive index difference of the core rod to the cladding pipe is 0.2% or more. 

20 

16. The method of manufacturing an optical fiber, according to Claim 13, 

wherein the core rod is composed of the core portion and a first cladding portion having a refractive index smaller 
than that of the core portion. 

25 17 . The method of manufacturing an optical fiber, according to Claim 16, 

wherein the relative refractive index difference of the core portion to the first cladding portion is 0.2% or more, and 
the refractive index of the first cladding portion is preferably substantially equivalent to that of a region from the inner 
surface of the cladding pipe to a depth of one-tenth of the thickness of the cladding pipe. 

30 18. The method of manufacturing an optical fiber, according to one of Claims 1 to 17, 

wherein a ratio D2/d2 of an external diameter D2 of the cladding pipe to an internal diameter d2 thereof is in the 
range of 5 to 30, and the length of the cladding pipe is 500 mm or more. 

19. The method of manufacturing an optical fiber, according to Claim 18, 

35 wherein the ratio D2/d2 is in the range of more than 7 to 30. 

20. The method of manufacturing an optical fiber, according to one of Claims 1 to 19, 

wherein the eccentricity of the internal circumference of the cladding pipe to the external circumference thereof is 
0.3% or less over the entire effective length. 

40 

21. The method of manufacturing an optical fiber, according to one of Claims 1 to 20, 

wherein the average viscosity of the core rod at 1 ,200°C is equivalent to or more than the average viscosity of the 
cladding pipe. 

45 22. An optical fiber comprising a core and a cladding, the cladding being provided around the external circumference 

of the core and having a refractive index smaller than that of the core, 

wherein the optical fiber has only one boundary formed on a cross-section perpendicular to the axis thereof, the 
said boundary being formed as a result of a rod and a pipe being unified with each other by heating, and 
the optical fiber has a light transmission loss of 0.5 dB/km or less at a wavelength of 1.38 jxm. 

50 

23. The optical fiber according to Claim 22, 

wherein a ratio pl/rl of a distance pi from the center of the core to the boundary to a radius r1 of the core is in the 
range of 1 to less than 2. 

55 24. The optical fiber according to Claim 22 or 23, 

wherein the relative refractive index difference of the core to a first cladding is 0.2% or more, the first cladding being 
a portion from said boundary to the core, and 

wherein the refractive index of the first cladding is substantially equivalent to the refractive index of a portion between 
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said boundary and a circle having a radius of r + 2t, the circle being concentric to the center of the core, and the 
thickness of the first cladding being represented by t. 

25 . The optical fiber according to one of Claims 22 to 24, 

5 wherein the average viscosity of the core at 1 ,200°C Is equivalentto ormorethan the average viscosity of the cladding. 

26 . The optical fiber according to Claim 22, 

wherein the core is made of a pure silica glass or a silica glass containing an additive, and the cladding Is made of 
a glass primarily composed of a fluorine-containing silica glass. 

10 
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FIG, 1 
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FIG. 2 
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FIG. 6 
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FIG. 7a 




FIG. 7b 
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FIG. 9 
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FIG. 11 
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FIG. 12 
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FIG. 14a 
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FIG, 16 
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FIG. 17 
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FIG. 18 
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FIG. 19 
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